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Make a ring to fit around the small dome,

Solder the joint.

File notches at intervals around the ring.

JOINING THE ORNAMENT AND THE
SOCKET

Bind with cotter pins the eight wires to the
four sides.

Solder in place.

Clean in pickle.

Bind the ring and dome to the center of the

socket.

Solder the four balls on the four corners next
to the wire ring.

JOINING THE SOCKET AND THE
FOUNDATION

Sterling silver sheet 24-gauge.

Bind and solder the socket on the silver.

Clean in pickle.

Saw the edges even with the sides.

File the edges to smooth.

Remove any scratches or excess solder with a
file and scotch stone.

Buff with bristle buffing wheel and tripoli.
Polish with cloth buffing wheel and rouge.